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Abstract —The proposed article describes a compressor design for using the heat generated in the hydrogen absorption 
process into the metal alloy during compression. The absorption of hydrogen into the alloy occurs after the desired pressure 
has been achieved, whereby the catalytic effect of the used metals to dissociate the hydrogen molecule and the subsequent 
diffusion of the hydrogen atoms into the intermetallic space of the lattice occur. The absorption process is accompanied by a 
gradual increase in pressure up to the total saturation value of the metal. The equilibrium pressure at which the absorption 
occurs is highly dependent on the temperature of the alloy. The difference in the equilibrium pressures of MH materials at an 
acceptable temperature change has led to efforts of creating a hydrogen compressor that would use MH heating and 
refrigeration heat cycle. 
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I. Introduction 

In nature hydrogen does not naturally occur in an unbound molecular form. It is most often produced through the partial 
oxidation of natural gas, steam reforming and electrolysis of water. 

If it is not in use immediately after production, it is necessary to store it. Most storage methods, in view of the low hydrogen 
density, require the use of a compressor that increases the pressure to the desired level. 

The hydrogen compressor is currently used to increase hydrogen pressure mainly through mechanical means. Rotary turbines 
are used at high volumetric flow rates, and at low flow rates there are mainly used piston compressors, or pressure multipliers 
utilizing hydraulic mechanisms. There was an attempt to test compressors using proton exchange membranes and simple 
compressors with metal hydride alloy. 

The compressor powered by accumulated heat and generated in metal hydrides operates in a closed thermodynamic cycle, 
where hydrogen is stored at low temperatures with the catalytic effect of metals. Then the hydrogen molecules are 
dissociated and atomic diffusion into the intermetallic structure of the alloy occur. Once the alloy is saturated with hydrogen, 
it is necessary to bring in heat from an external source, thus increasing the pressure by shifting the working point to a higher 
isothermal curve. At higher temperatures, it is possible to desorb hydrogen from the alloy and reduce the storage capacity to 
the original state. It is possible to shift the subsequent lowering of the temperature to the starting point [1-4]. 

II. The Basic Characteristics of a Hydrogen Compressor 

The compressor for compressing hydrogen, which is driven by the interaction of hydride formation in a metal or intermetallic 
compound with hydrogen to the metal hydride, is considered to be a promising application for the hydrogen energy system. 
The advantage of a hydrogen compressor rests in its simplicity in the design, compactness, safety, reliability, absence of 
moving parts and the possibility of consuming waste heat instead of electricity. 

M( S )+|H 2 (g) < al?sor P t i on /desorption > MH ( S ) + Q (1) 

where: M-metals or alloys, with a solid phase, g - gas phase, Q- temperature generated during absorption (J). 

The process of forming the metal hydride by absorbing hydrogen into the metal alloy is accompanied by heat release Q. In 
desorption process, that is, during decomposition, the alloy consumes approximately the same amount of heat. 
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The absorption and desorption process is strongly dependent on the proper characteristic of the reaction (1), including its 
thermodynamic and kinetic characteristics, including the very important heat and mass transfer. Important aspects also 
include the composition, structure and morphology of the solid phase connected to the process. These properties are mainly 
related to the basic aspects of the studied metal hydride materials. 

The use of metallic hydrides for the thermal compression of hydrogen is based on the equilibrium pressure peq, the 
equilibrium pressure change and the temperature described by the van Hoff equation [5, 6]: 


ln Peq 


AH AS 
RT R 


( 2 ) 


Where A H - the enthalpy change (J-mol 1 ), AS- change of entropy connected with the absorption or desorption in a metal 
hydride (J-mol'-K 1 ). 

The compressor starts performing thedesorption of hydrogen if the equilibrium pressure of the hydride exceeds the set 
pressure value. In this case, the storage pressure is constant with the set pressure value. The operating principle of the single- 
level hydrogen compressor is illustrated in Fig. 1. 



FIGURE 1: The operating principle of the single-level MHx hydrogen compressor [6] 

As shown in Fig. 1, the operation of the single-level compressor consists of 4 processes: 

DA - hydrogen absorption in low temperature (TL) and low pressure (PL), 

AB - adequate heating and compression when changing from TL to TH temperature, 

BC - the desorption of compressed hydrogen at the TH temperature and elevated PH pressure, 

CD - adequate cooling from TH to TL. 

According to the equation (2) the pressure increases exponentially with the increasing temperature and large pressure values 
can be obtained through slight temperature changes. On the basis of the metal hydride the compressor can be designed to 
cover a wide range of operating pressure ratios using suitable alloys. 

To achieve high pressure, the individual units of the hydride can be connected in a series, each unit containing a different 
kind of alloy and consequently increasing pressures. The most important properties of a suitable alloy for hydrogen 
compression are: good hydrogen absorption - desorption rate, smaller enthalpy change, rapid reaction kinetics and good 
structural stability during cycles. High pressure gradient metal hydrides are suitable for the compressor depending on the 
temperature change, especially in a low temperature area. The efficiency of the single-level hydrogen compressor is given by 
the relation [6]: 

= m-(R-T K -Inp H -R-T L -Inp L ) (3) 

m- Cp -(r H -r L )+M 

where: r\ is the efficiency of (-),m - the weight of the metal hydride (kg), c p - the specific heat capacity of the metal hydride 
(J-kg'^K 1 ), p L - equilibrium pressure at the absorption temperature T L (Pa), p u - equilibrium pressure at the 
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desorptiontemperature T H (Pa), AH - the enthalpy change of the metal hydride (kJ-mol 1 ), R - universal gas constant (J-mol' 

The hydrogen absorption and desorption kinetics are significantly influenced by the thermal conductivity and porosity of 
various metal hydrides. The hydrogen is first absorbed into the metal hydride at a low pressure and temperature [7, 8]. The 
hydrogen remains in the hydride unless exposed to an increased temperature or pressure drop. In the case that the temperature 
increase is sufficient and the pressure of the high-pressure vessel is less than the pressure in the MH tank, the hydrogen 
leaves the MH tank at pressures ranging from 3 to 10 times the original fed pressure. Multi-level metal hydride hydrogen 
compressors use a combination of different types of metal hydrides to increase the overall compression ratio. A two-level 
metal hydride compressor is shown in Fig. 2 [9]. 


Metal hydride Metal hydride 

reactor 1 reactor 2 



Cooler / Heater 


FIGURE 2: A diagram of a two-level metal hydride compressor 

The concept of a multi-level compressor is based on the compression of a single level. It has been shown that by increasing 
the input pressures, the compression ratio remains almost constant. Using a two-level system, it is possible to increase the 
final pressure in the system using the second compression cycle [9]. 


III. Proposal for a Hydrogen Compressor 

With compressors using metal hydride alloys there is a significant transport and heat management mechanism. The 
absorption of hydrogen into the metal alloy results in the release of heat, which proportionally increases the equilibrium gas 
pressure. The absorption of hydrogen at a relatively lower temperature, ensured by cooling, occurs at a lower pressure. 

After the absorption and subsequent heat transfer, a significant increase in hydrogen pressure occurs, with a compression 
ratio of more than 3, with a temperature increase by several tenths of degrees. Increasing the kinetics process is achieved 
through the proper design of the pressure vessel and the intensification of the heat inlet and outlet. A new, original proposed 
solution to ensure continuous operation is the tandem connection of the metal hydride tanks with the heat-exchange provided 
with a heat pump (Fig. 3). 



FIGURE 3: Tandem hydrogen compressor block diagram 
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The essence of the development is to connect the heat pump (HP) and tandem arrangement of the metal hydride tanks (MHi 
and MH 2 ) to continuous hydrogen compression by using the thermal cycle. The heat pump removes the heat from the storage 
tank where the hydrogen is absorbed and transported into a tank where the hydrogen is already absorbed to increase the 
pressure. After compressing and releasing the hydrogen into the end pressure vessel, a reverse heat transfer process occurs 
between the tanks to ensure the continuous operation of the compressor. The advantage of the solution is the continuous and 
safe compression of the hydrogen flow volumes. Safety is ensured by preventing the contact of system’s moving parts with 
the compressed hydrogen. A pressure vessel (T) that temporarily stores hydrogen on the low pressure side serves to ensure 
continuous operation even during the adsorption/desorption cycle. To remove excess heat on the side of the condenser (C.), 
an additional cooler (R) serves. 

The preparation and composition of the metal hydride alloy is the key to its storage properties. The working pressure of the 
compressor level is dependent on the composition of the alloy. It is also necessary to define the degradation of the metal 
hydride alloy in the use of hydrogen with the oxygen admixture produced during the electrolysis of water. 

IV. Selection of a Suitable Type of a Metal Hydride for Hydrogen Compressor 

The selection of the hydrogen compressor tanks is influenced by several parameters such as: tank capacity, alloy absorption 
capacity, minimum filling time, maximum discharge period, maximum pressure range, temperature range and the 
composition of the alloy that fills the tank. The HBond 500 metal hydride tank was used to design the hydrogen compressor. 
The nominal capacity of the metal hydride tank is 0.5 m 3 H 2 . The tank is produced from stainless steel and is equipped with 
an internal heat exchanger, an internal filter and a quick connector for connecting hydrogen. 

The HBond 500 can be filled with hydrides with different thermodynamic properties. The test pressure is 30 bar. The used 
container is filled with basic type AB5 alloy with alloy composition La 0 . 85 Ceo.i 5 Ni 5 . 

The maximum pressure in filling the tank is 15 bar. The maximum inlet hydrogen temperature can reach 40 °C. The 
hydrogen tank is provided with an internal heat exchanger as shown in Fig. 4. 



The rate of hydrogen desorption is dependent on the temperature of the metal hydride. The maximum tank discharge rate is 
8.33 Nl.min" 1 . The reaction heat is 1 MJ-rn 3 of the desorbed hydrogen and this heat must be supplied through a water circuit. 

The metal alloy contained in the tanks was tested in the Material Science Institute at Helsinki Technical University, where no 
degradation of the absorption capacity was observed even after 1000 cycles. The minimum purity of hydrogen is 99.9%. 
Since the metal hydride does not release any other impurities, the purity of the hydrogen at the outlet is the same or even 
better than the inlet. 

The storage system is equipped with all the tools and valves necessary for its proper function throughout the entire system. 

Experimental measurements for the setting of pressure and temperature dependence for the creation of P-T characteristics 
were performed on the alloy La 0 . 85 Ceo.i 5 Ni 5 . The obtained data will serve the primary thermodynamic design of the hydrogen 
compressor. 

Fig. 5 is a p-T diagram depicting the pressure dependence on the concentration of stored hydrogen in isothermal conditions. 
The measurement of the pres sure-to-temperature dependence was performed at a constant concentration of hydrogen (0.9 
wt.%). The measurement of the absorption capacities of metal hydride alloys and pressure gradients will be performed 
continuously with the formation of new types of alloys. 
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FIGURE 5: P-T characteristic of alloy La 0 . 85 Ce 0 .i 5 Ni 5 at 0.9 wt% of the stored hydrogen 

V. Conclusion 

The article described the basic concept of the development of a hydrogen compressor using metal hydride materials with the 
tandem connection of tanks. A heat pump is designed for heat transfer, which minimizes the energy demand of hydrogen 
compression. 

The development of a hydrogen compressor has great potential for innovative social and economic needs in the development 
and application of hydrogen technologies in the automotive industry and transport, mainly in the context of Slovak and 
European innovation strategy. 

The economic benefit of the submitted work is limited by the implementation of the hydrogen economy, mainly in the 
automotive industry in Slovakia. The hydrogen compressor prototype is a unique solution in relation to safety of operation, 
since hydrogen does not come in contact with moving or compressing elements during compression or with the rotating parts 
of the system. 
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